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Awtftii dinent of Claims 

What is claimed is: 

1. (currently am^ded) A cartilage therapeutic composition comprising a mixture of 
components of chondrocytes isolated and expanded or differentiated from a host, and thrombin 
and a fibrinogen matrix containing fibrinogen, 

wherein the cell components are prepared by separating cells from a normal cartilage 
tissue isolated from the host usin^ an enzvme> and incubating cells in a culture medium to obtain 
a culture containing more than 106 cells/mL. 

wherein said thrombin is used more than 2 lU/mL. but less than 50 lU/mL. 

wherein said fibrinogen matrix contains 20 mg/mL to 200 mg/mL of fibrinog en 

2. (cancelled) Tho oortilago thorapoutio oompooition as s e t forth in oloim 1 , whoroin tho ooll 
oomponento ore prepar e d by separating o e llo from a normal oortilog e tioouo ioolatod from the hoot 
using on ongymo» and - incuboting oolig in o culture modium to obtain a culture oontaining mor e 
than 106 oollo/mL. 

3. (cancelled) Th e oortilago thorapoutio oomposition as act forth in oloim 1, whoroin tho 
thrombin io uaod in tho amount of 0,01 to 50 lU/mLi 

4. (cancelled) Tho cartilag e th e rap e utic composition as set forth in oloim 1, wh e r e in th e 
fibrinogen matrix contains 20 mg/mL to 200 mg/mL of fibrinogen. 

5. (currently amended) The cartilage therapeutic composition as set forth hi claim £4} L 
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wherein the fibrinogen matrix contains at least one antibiotic, such as which is either one of 
penicillin G or streptomycin, or at least one antifungal agent, such as which is either one of 
kanamycin, amphotericin B, nystatin or gentamycin. 

6. (currently amended) The cartilage therapeutic composition as set forth in claim f4)-l, 
wherein the fibrinogen matrix contains at least one component selected &om: 0.01 mg/mL to 20 
mg/mL of collagen, 0. 1 mg/mL to 20 mg/mL of hyaluronic acid and 0.1 mg/mL to 20 mg/mL of 
glycosaminoglycan (GAG), or 1 to 300O KIU/mL of aprotinin* 

7. (Cancelled). 

8. (Cancelled). * ' 

9. (Cancelled). 

10. (Cancelled). 

11. (Cancelled). 

12. (Cancelled). 
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